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(54)llUe: INDICATOR INK COMPOSITIONS 
(57) Abstract 

cnlr>n,r^n?rw '^J^'". ^^^^^^^^^^ ink compositions that contain a water-based dispersion of a phenol-fonnaldehyde lesin, at least one 
^^l^iflZ T^'^T'^ k""^^.''' ^ '"^^ compositions arc fixed to a suiftcc. sii^h as by drying, and lespo,^ to specific 

^^r^ JlncT; ^T,'"^"^- ^"'"•^'^^ P'^^"^ ^ P"^'^ or absence of certain chemicals by changing color. CompoSLs 
iTntnerTn^^^^^^^^ "'^"^r !^ ^ ^ ^^^'^^^ ^^^^ toneaJly l,y article or dSig^ 

of^ event FnZrh™^ ^ "^/"^^ ^ ^ "^^^'^^ '"'^ P^'^^ « P^™ane"t detectable nionl 

coiSLS IT^^Z ^V^?":! of an^me-tenninated catalyst in the formulation, the specific conditions at which the indicator 

companion will change color can be altered. Such compositions are specifically useful for dctcnnining the effectiveness of a sterilization 
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INDICATOR INK COMPOSITIONS 

BackpmiinH 

1- Field of the Invention 

The invention relates to ink compositions which provide a 
5 detectable indication of conditions involving time, temperature, pressure, ener^r 
or the presence or absence of certain chemicals. These compositions are useful 
in industry and manufactaring for detecting environmental conditions and in 
medicine for determining the effectiveness of sterilization processes. 

2- Background of the Invention 

^® roany areas of manufacturing, analysis and research, and 

especially in the field of medical research and testing, exposure to sterilants is 
required to accon^lish specific objectives such as curing a component, rendering 
a device sterile or determining how a material withstands exposure to a sterilant 
or to a sterilizing environment. Sterilization processes to which materials can 
15 be exposed include, inter alia, gamma radiation, ethylene oxide, E-beam, steam, 
vapor phase hydrogen peroxide, ultraviolet light, dry heat, peracetic acid, gas 
plasma and steam-formaldehyde. 

Sterilization is generally defined as the process of con^letely 
destroying all viable microorganisms including organisms such as viruses and 
20 spores. Considering the risks associated with improper sterilization, it is always 
beneficial to monitor the effectiveness of material sterilization. Standard 
practice is to include a sterility indicator witii Uie articles to be sterUized. The 
use of sterility indicators allows for a direct and sensitive approach to assess the 
letiality of the process. The typical sterility indicator is a packaged assembly 
25 of components which is placed into the sterilizing environment with the articles 
to be sterilized. These components are specifically affected by one or more 
parameters of the sterilization process and analyzed after completion of the 
procedure. These and other conventional indicators are described in U.S. Patent 
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Nos. 2,606,654, 4,596.773 and 4,717,661, which are hereby specifically 
incorporated by reference as are all U.S. patent documents cited herein. 

There are two general types of sterility indicators, biological 
indicators and chemical indicators. Biological indicators, as their name implies, 
5 contain a biologically-derived test material. A standard type of biological 
sterility indicator, for example, as described in U.S. Patent No. 4,732,850, 
contains a known quantity of test microbial spores. The indicator is placed into 
the sterilization chamber and exposed to the sterilization process along with the 
objects to be sterilized. Test microorganisms from the exposed indicator, such 

10 as Bacillus stearothermophilus or B. subtilis spores, are incubated in a growth 
medium for a specified period of time under conditions which favor microbial 
proliferation. The incubation medium is then examined for signs of growth 
which may be determined by the presence or absence of metabolic products. 
Typically , growth is detected by a pH change of the incubation medium. A low 

15 pH is positive for growth and indicates that the sterilization process was 
insufficient to destroy all of the microorganisms. These and other variations of 
the biological sterility indicator are disclosed in U.S. Patent numbers 3,239,429, 
3,440,144, 3,661,717, 4,596,773, 4,717,661, 4,732,850, 4,741,437, 4,743,537, 
4,885,253 and 5,167,923. 

20 A major drawback of biological steriliQr indicators is the time 

delay in obtaining results of the test. Indicators typically require incubation for 
periods of time which, in the case of spore containing indicators, can be several 
days. To help ensure complete safety, items which were subjected to the 
sterilization process should not be used during this period. The practitioner 

25 should wait until the results of the viability test have been determined, and if 
proper sterilization conditions were not met, wait even longer for the materials 
to be re-sterilized and re-tested. 
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Chonical indicators contain an analyzable chemical and provide 
a more general indication of exposure to a sterilization process by detecting or 
measuring one or more of the parameters of the process. Most chemical 
indicators provide a visual indication of exposure to the sterilization process and 
5 contain, for example, a thermotropic ink. The ink can be fixed by. for exanq>le. 
printing directiy onto the article to be sterilized or onto a wrapping or 
attachment to the target article. The article and the chemical indicator ink 
composition are then exposed to the sterilization process and upon completion, 
the indicator provides an indication of exposure to or a measure of the 
10 effectiveness of the process. 

The most widely used chemical indicators contain inks which 
change color in response to predetermined states or conditions of local 
environment such as would occur during sterilization. For example, as 
described in U.S. Patent No. 3,667,916, a chemical compound such as sUver 
15 nitrate will darken upon exposure to heat, high humidity and/or the presence of 
ethylene oxide. An indicator device containing this compound, and exposed to 
a steam or ethylene oxide sterilization process, darkens in color. Substantial 
darkening provides an indication diat the sterilization process has been 
encountered. No post-sterilization incubation period is required and, Uius, 
20 results can be determined immediately. 

As chemical indicators are designed to react to the critical 
parameters associated with a particular sterilization process there are at least as 
many variations of chemical indicator compositions as there arc sterilization 
processes. For example, a steam sterilization process indicator utilizes an 
25 indicator composition which determines that a set temperature, pressure, time 
or combination of these events have been achieved. With a dry heat sterilization 
process, the chemical indicator provides an indication that a certain 
predetermined temperature had been reached for a given period of time. Foran 
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ethylene oxide sterilization process, the chemical indicator provides an indication 
that a predetermined gas concentration existed in the sterilization chamber. 
Failure to elicit a detectable color change demonstrates that one or more 
parameters associated widi that particular sterilization process were ix>t achieved 
5 and inmiediately warns the user that a problem may exist. 

A wide variety of chemical indicators have been developed that 
rely on a color change to determine the sufficiency of the sterilization process. 
For example, Rohowetz et al. (U.S. Patent number 4.179,397) is directed to 
organic solvent-based ink compositions used as sterilization or pasteurization 

10 indicators. An ink conqxnition is considered to be organic solvent-based if they 
are greater than 25% organic solvent by weight. These inks conq>rise a solution 
of binder resin sach as a phenol-formaldehyde or resQrcino^formaldehyde class 
of phenolic resin chemicals, a thermotropic dye that undergoes a color change 
at about 215 *F (101 "C), and an organic solvent blend consisting essemially of 

15 a lower aliphatic monohydric alcohol at between about 25% to about 100%. 
These resins are alo^l-based and have a molecular weight in range of between 
about 1,300 to about 10.000. 

Rohowetz et al. (U.S. Patent number 4,155,895) is directed to 
thermotrq>ic inks which conqnrise a bindo- resin component, an alcohol solvent 

20 and a colorant. The colorant is a dye and may be classified as a substimted 
phenazine or diazotization product of a saframne formmg Janus Green B, Janus 
Blue, Indoine Blue. Janus Black, Copying Black SK and Copying Black 
1059/1527. C(xiq)ositions are stated to produce a detectable color change upon 
exposure to temperatures of at least about 215 °F for periods of time ranging 

25 from 2 to 90 minutes. 

Germonprez et al. (U.S. Patent number 4,166.044) is directed to 
binder-less ink cmnpositions for use in jet printing operations on polymeric resin 
surfaces to form images that are resistant to abrasion, and which respond to 
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Steam sterUization or pasteurization. The inks utUized change color upon 
exposure to steam at elevated tenq)eratures. 

Banczak et al. (U.S. Patent number 4,021,252) is directed to ink 
compositions suitable for ink jet printing on metal surfaces. The compositions 
5 comprise a colorant comprised of a shellac and a dye such as auramine, 
chrysoidine. crystal violet or another basic dye, and an alcohol-water solvent 
blend to lower the surface tension of the ink for printing on the metal surface of 
cans. Compositions may also contain electrolytes to lower the specific resistivity 
of the ink, often necessary for printing on metal surfaces. 

Rohowetz (U.S. Patent number 4,188,437) is directed to an 
adhesive tape which changes color in the presence of water or steam at elevated 
temperanires. The tape comprises a polymeric base layer having at least one 
surface of a thennotropic ink. The ink comprises a binder resin in a solvent 
blend consisting essentially of a lower alcohol or alcohol mixed with an 
15 oxygenated organic compound such as aliphatic or cyclic ketones, esters or 
ethers, and a solution of colorants and surfactants. 

These thermotropic indicator inks all contain organic solvents 
such as the volatile organic compounds (VOQ methyl ethyl ketone, toluene and 
dimethyl sulfoxide, and metaUic salts such as carbonates of lead and copper. 
20 Color development is a consequence of a reaction of the metaUic salt with a 
sulfar component resulting in the generation of a black metallic sulfide. 

These types of conventional indkators have a number of problems 
as a result of their formulations. First, there is a limited development of color 
change. As black is the most prevalent signal color, it is often difficult to 
25 distinguish shadings. Second, the color change emits an offensive odor in 
compositions containing metallic sulfides. Third, compositions typically reach 
cndpoint or, in other words, maximal color change immediately upon exposure 
to the elevated levels of tenq)eniture and humidity. Therefore, a graded 
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response to increasing exposure cannot be easily achieved. There are also 
important environn^ntal hazards associated with the manufacturings handling, 
transportation, disposal and landfill of heavy metals such as lead. These hazards 
are present both before and after disposal such as in manufacturing and use by 
5 patients and health care workers. 



SummaiT of the InYemion 

The present invention overcomes the problems and disadvantages 
associated with current strategies and designs and provides indicator ink 
compositions and sterility indicators containing these compositions which can be 

10 useful for detecting local environmental conditions of temperature, humidity, 
pressure and the presence or absence of specific chemicals as may occur in a 
sterilization process. 

One embodiment of the invention is directed to indicator ink 
conq)ositions containing a water-based dispersion of phenol-formaldehyde resin, 

15 at least one colorant and an amine terminated catalyst. These indicator ink 
conqx>sitions may be thermotropic and cross-link, thereby becoming detectable, 
upon exposure to predetermined conditions of temperature, pressure or 
humidity, or the presence or absence of specific chemicals. Compositions can 
be used to detect or monitor the effectiveness of a sterilization process or to 

20 detect tte occurrence of one or more predetermmed environmental conditions. 

Another embodiment of the invention is directed to methods for 
determining the effectiveness of sterilization processes. An indicator ink 
composition, containing a phenol-fomiahkhyde resin dispersion in water, at 
least one colorant and an amine-terminated catalyst, is subjected to the 

25 sterilization process along with an article to be sterilized. The ink conq[x>sition 
may be housed separately or attached directly or indirectly to the article. Upon 
conq>letion of the process, the indicator ink is observed for a detectable change 
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in color. Sterilization processes which can be monitored by these methods 
include steam, dry heat, ethylene oxide, steam formaldehyde, vapor phase 
hydrogen peroxide, peracetic acid and gas plasma. 

Another embodiment of the invention is directed to articles to 
5 which are fixed indicator ink compositions that contain a water-based dispersion 
containing phenol-formaldehyde resin, at least one colorant, and an amine- 
terminated catalyst. Articles may be reusable materials such as medical 
instruments which can be sterilized or disposable materials which are used once 
and discarded. Monitoring the sterilization process assures the user that the 
10 articles have been properly subjected to the parameters required for sterilization. 

Another embodiment of the invention is directed to sterility 
indicators. Sterility indicators can be used to monitor the effectiveness of a 
sterilization process and comprise a substrate having an indicator ink 
composition affixed thereto. The indicator ink composition is comprised of a 
15 dispersion of phenol-formaldehyde resin in water, at least one colorant and an 
amine-terminated catalyst. The substrate may be a container which is penetiiible 
by the exterior environment, having the ink composition affixed to an inner 
surfece tiiereof by diying. A color change of tiie ink can be visualized tiirough 
the container. 

^ Another embodiment of the invention is directed to meUiods for 

detecting predetermined conditions such as specific temperatures, pressures or 
humidities, or the presence or absence of specific chemicals. An indicator ink 
composition containii^ a phenol-formaldehyde resin dispersion in water, at least 
one colorant, and an amine-tenninated catalyst is fixed to an article. The article 

25 is examined to detect a color change of the ink which indicates diat the article 
has been exposed to the predetennined environmental conditions. Such methods 
are uselid for monitoring conditions during the manufacture and transportation 
or storage of such goods as foods, phannaceuticals, chemicals, biologically- 
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derived products or agricultural products. Such methods can also be used to 
determine if pasteurizing conditions exist or if effective pasteurization of a 
product has been achieved. 

Other embodiments and advantages of the invention are set forth* 
5 in part, in the description which follows and, in part, will be obvious from this 
description and may be learned from the practice of the invention. 
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Description nf invrnTiffn 

As embodied and broadly described herein, the present invention 
is directed to indicator ink compositions, to articles which can be marked with 
the ink compositions and to methods for using the ink compositions, such as. for 
5 example, in determining the exposure to a sterilization process. 

Sterilization monitoring involves detecting or measuring the 
exposure of an article, which may be a reusable surgical instrument or a 
disposable device, to specific conditions or states which occur during flie 
sterilization process. C6nventional chemical sterility indicators contain organic 
10 solvents such as alcohols, phenolic compounds or otiier relatively volatile 
organic chemicals which are fairly flammable and often toxic. There remain 
significant risks and costs to the manufacturer. In addition, these compositions 
contain heavy metals and sulfur compounds which can be harmful to the 
environment. 

15 The present invention provides an indicator ink composition 

which possesses none of these hazards. Indfcator ink compositions of tiie 
present invention are water-based dispersions requiring little if any organic 
solvents during mamtfacture. Heavy metals, sulfiir compounds and volatile 
organic compounds are not required and. consequenUy. manufacturing and 

20 problems typicaUy associated with these components are minimized 

absent. These ink compositions have the additional advantage that sensitivity to 
the specific parameter being measured can be adjusted by increasing or 
decreasing tbt conccntiations of one or more of the components of the 
con,H>sition. Further, and in contrast to conventional organic solvents, purified 

25 water as a solvent provides a less-volatile medium which significantiy reduces 
the costs and the hazards associated with product manufacmring. use and 

disposal. Resulting conqxjsitionshavealowerVOCcontentandgreaterstabUity 
in comparison to conventional compositions. 
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One embodiment of the invention is directed to an indicator ink 
composition which comprises a water-based dispersion of a resinous 
formaldehyde binder such as phenol-formaldehyde resin, at least one colorant 
and an amine-terminated catalyst. In craabination, these components elicit a 
5 detectable change when exposed to one or more parameters associated with a 
sterilization process. Such parameters inchide, but are not limited to, coiKiitions 
such as tenQ>eratures from about O^'C and below to about 260''C and above, 
pressures greater than atmospheric pressure, times from seconds to minutes or 
hours, or even years depending on associated conditions, humidity levels from 

10 the absence of detectable water to saturating conditions, radiation exposure 
greater than about one kGy, the measurable presence or absence of certain 
chemicals such as ethylene oxide, formaldehyde, peracetic acid or hydrogen 
peroxide, or combinations of these conditions. As ink sensitivity can be 
adjusted, the set of parameters at which the ink will detectably change can vary 

15 widely. Sensitivity can be set to exact conditions which may be known or 
enq>irically determined. 

Phenol-formaldehyde resin dispersions which can be used in 
indicator ink compositions of the present invention can be classified as (1) 
alcohol-soluble resole resins, (2) colloid-protected water-borne dispersions of 

20 phenol-formaldehyde resins based on para tertiary butyl phenol, or (3) oil- 
modified phenol-formaldehyde varnishes. Preferably, the resin component is a 
colloid-protected water-borne dispersion of a phenol-formaldehyde resin which 
is infinitely dilutable with water. 

Resins may be coated with various polymeric materials including 

25 but not limited to polyvinyl alcohol or acrylic. Coatings serve to further 
stabilize the resin and provide increased resistance to the extremes of heat which 
occur with many types of sterilization processes. Preferably, resins are coated 
by cooking the uncoated base substances in the presence of a drying oil. I%raol- 
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fonnaldehyde resins can be cooked to a point weU beyond the gelation stage 
without any significant destruction to the resin base. 

The greater stabiliQr of the conditions is due, at least partly, to 
the slower evaporation rate of purified water as compared with the evaporation 
5 rate of organic solvents used in other indicator compositions. The resulting 
dispersion has a molecular weight of less than 1000 and is diluted with water and 
a small amount of coalescent solvent, such as butyl cellosolve. Some examples 
of resins which may be used include Bakelite BKUA-2370 (Georgia Pacific), 
HRJ1057 and HRJ11935 (Schenectady International). 
^® Colorants of the indicator ink compositions can be dyes or 

combination of dyes which provide a visible and preferably permanent color 
change when exposed to the conditions of sterilization. The dyes of choice are 
soluble in the composition and compatible with the various components. 
Suitable dyes can be divided into reactive dyes, extractable dyes and non- 
15 extractable dyes. The reactive and extractable dyes may be used either alone or 
in combination with one another or in combination with non-cxtractable dyes. 

Colorants of the composition vary in amounts from about 0.5 % 
to about 5% by weight. If a combination of dyes is used, the ratio of extractable 
to non-extractable dye is between 1:1 and 4:1, preferably between 2:1 and 3:1 
20 and more preferably about 2:1. Preferably, the indicator inks comprise reactive 
dyes such as, for exanq>le, substituted phenazines or diazotized products of 
Safiranine O. Suitable reactive dyes include Janus Green B (colour index ("CI") 
#111050), Janus Blue (CI #12211), Jamis Black {CI #11825), Copying Black SK 
(a #11957) and Copying Black 1059/1427 (Q #11090). Quinine Oximes may 
25 also be useful as reactive dyes, examples include 2,6-Dinitrophenol and Maritus 
Yellow (CI #10315). 

Classes of extractable dyes suitable for use include, among oUiers, 
aniline dyes or sodium sulfonate salts of oiphenyl mediane dyes. Specific 
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exan^)les of dyes of these classes include Aniline Blue (CI #42755), Light Green 
SF (CI #42095), FD&C Green #1 and Acid Blue #7. Extractable dyes can also 
come from sodium sulfonate salts of induline such as Acid Blue #20. 

Classes of non^xtractable dyes which may be used include, 
5 among others, phenylsafranine dyes. Exanq>les of such dyes are Safranine O, 
Rhoduline Violet (Q #44045) and Mediyl Red (CI #13020). Safranine O as the 
non-extractable dye in combination with extractable dyes such as Aniline Blue 
or Light Green SF yields good results that can be easily detected. Such a 
combination results in an initial color of dark blue, which undergoes transition 

10 to a signal color of pink to red. 

Phenol-fomialdehyde resins cross-link at elevated temperatures, 
generally above 149**C. This cross-linking causes the indicator composition to 
undergo a permanent color change. The variables that determine the manner in 
which the phenol-formaldehyde resin and dyes interact include: for a steam 

15 sterilization process; temperature, pressure, saturated steam content and 
exposure time: and for an ethylene oxide sterilization process: temperature, 
humidiQr, ethylene oxide gas concentration and exposure time. 

Indicator ink compositions contain an amine-terminated polyamide 
curing agent as a cross-linking agent for the phenol-formaldehyde resin 

20 dispersion. The use of an amine-terminated polyamide curing agent in 
conjunction with a phenol-formaldehyde resin was generally thought to be 
difficult if not impossible because most polyamide curing agents are used at a 
1:2 ratio in two pack solid epoxy systems that, when nuxed, have relatively 
short pot lives of about 3 to about 4 hours. 

25 In addition, a polyamide curing agent in conjunction with a 

phenol-formaldehyde resin allows for conqx)sitions to be fonnulated to cross- 
link at a time after the critical sterilization parameters have been achieved 
thereby nK)dttlating the sensitivity of the indicators. Adjusting the concentration 
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of polyamide curing agent in relation to the concentration of phenol- 
fonnaldehyde resin wUl alter the sterilization parameters at which the resulting 
indicator changes color. The greater the concentration of polyamide curing 
agent, the more sensitive the resulting indicator composition. The smaller the 
concentration of polyamide curiAg agent, the less sensitive the resulting indicator 
composition. The amine-terminated polyamide curing agent is a condensation 
product manufectured by pre-condensing a di-primaiy amine with a dimer acid. 
Homopolymerization occurs between the phenol-formaldehyde methylols and the 
secondary hydrogens of the amine-terminated polyamide curing agent 
component. The polyamide curing agent should have an amine value between 
about 100 to about 400. Some suitable examples of polyamide curing agents 
include UNIREZ E-3358 (Union Camp). Epicure 3140 and Epicure 3100-XY-60 
(Shell Resins). 

Indicator compositions may also include various conventional 
additives such as electrolytes, defoaming agents, dispersing agents, drying 
agents, opacifiers, rheology modifiers, slip additives, surfactants and viscosity 
increasing agents. These additives are generally added in amounts between 
0.1% and 5% by weight of the total dispersion and are compatible with the 
different conqwsitions and coatings. 

Preferably, indicator compositions provide a permanent color 
change when subjected to predetermined or local environmental conditions. 
Predetermined means that die particular states of temperamre, pressure, 
humidity, radiation, chemical concentration or combination of conditions at 
which the dye will chaAge color can be preset. The polyamide curiiig agent 
cross-links the phenol-formaldehyde resin when exposed to a sterilization 
process. Specifically, the polyamide curii^g agent reacts with the hydroxy 
methylol groups on the phenol-formaldehyde resin thereby creating reactive sites 
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for condensation. The inclusion of a greater concentration of the polyamide 
curing agent increases the sensitivity and reactivity of the composition. 

The reaction between the polyamide curing agent and the phenol- 
formaldehyde resin component causes the release of water at condensation sites. 
5 During steam sterilization, this water is super heated within the matrix of the 
thin film and cleaves the azo bond of the diazotized dye stuff resulting in 
creation of a moiety of Safranine O which gives rise to the color change in the 
indicator composition. 

For indicator co^^x)sitions with reactive dyes to function 

10 properly, the entire conq)osition is usually balanced for optimal performance and 
stability. These compositions are stable at room temperature and stable for long 
runs on a printing press. An excess of the polyamide curing agent will cause the 
indicator composition to overreact and discolor the printed indicator. This 
produces an erroneous transition in color not representative of proper exposure 

IS of the indicator composition to sterilization conditions. 

For indicator conqx>sitions using extractable dyes, the associated 
extraction or leaching step does not occur until the indicator composition has 
been exposed to tenq)eratures above about SO^'C (120**F). Extraction of the dye 
occurs during the cross linking and condensation of the phenol-formaldehyde 

20 resin component and should be con9>lete prior to the stage at which the phenol- 
formaldehyde con^x>nent crosslinks fully or the extractable dye will not leach 
out. 

These compositions are contact printable and extremely stable at 
room traq)erature for greater than sbc months and preferably for greater than one 
25 year. Compositions may be incorporated into inks, paints and other 
formulations that may be applied in a variety of manners such as flexographic, 
roto-gravure, roll coating, lithogr^hic, offset, silkscreen and the like, and to a 
variety of substrates such as tapes, labels, bags, pouches and cards suitable for 
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use as sterilization indicators. Compositions may also be applied in various 
shapes, sizes and thicknesses based upon a desired outcome. 

Another embodiment of the invention is directed to an article 
comprising a surface to which has been fixed a thermotropic ink composition 
5 containing a water-based dispersion of phenol-formaldehyde resin, at least one 
colorant and an amine-terminated catalyst. The article may be reusable or 
disposable such as plastics for tissue culture. Articles may be composed of 
plastic, ceramic, glass, paper, cardboard, wood, metaJ or combination thereof 
such as laminates. Specifically useful articles are packaging materials such as 
10 paper or plastic which can be used.to wrap objects to be sterilized. The article 
may be, for example, an adhesive tape which is attached to a container such as 
a can, bottle, bowl, box, crate, pouch or bag. 

The indicator ink composition may also be fixed to a surface of 
the article by, for example, diying to a surface of the artKle with heat or moving 
15 air, or a surface of a different article attached to the first article. Preferably, the 
phenol-formaldehyde resin of the composition is stabUized with a non-ionic 
colloid. The composition comprises one or more dyes selected from the group 
consisting of reactive dyes, extractable dyes and non-extractable dyes. The 
amine-tenninated catalyst is present in an amount between about 0.5% to about 
20 13% of the total weight of the composition. Preferably, the amine-terminated 
catalyst is present in an amount between about 8% to about 11%, and more 
preferably at about 10%. 

Another embodiment of the invention is directed to a sterility 
indicator, for indicatiAg exposure to a sterilant or sterilization process. 
25 comprising a substrate having affixed thereto an indicator ink composition 
containing a dispersion of phenol-formaldehyde resin in water, at least one 
colorant and an amine-terminated catalyst. The indicator ink composition can 
be affixed to the substrate by dryiAg the water of the composition to create a 
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coatiDg or spot on the article. The coating may be formed into shapes such as 
snipes or letters such as "AUTOCLAVED", "EXPOSED" or "STERILIZED" 
to indicate to the user that the article has been exposed to the sterilant or 
sterilization process. Further, the sterility indicator may be combined with a 
5 biological indicator to create an indicator with the advantages of both types of 
devices. Biological indicators may comprise spores, bacteria or enzymes. 

Another embodiment of the invention is directed to a method for 
determining the effectiveness of a sterilization process. An iiKlicator ink 
composition is fixed or otherwise attached to an article and the article sterilized 

10 in. for exanqile, an autoclave. The indicator ink of the sterilized article is 
examined for evidence of a detectable change in the ink such as a color change. 
Conqx>sitions may be fixed by drying to a surface of a sterility indicator or fixed 
to the objects to be sterilized. Sterilization processes with which sterility 
indicators containing indicator ink compositions of the invention may be used 

15 include, inter alia, ethylene oxide sterilization processes, dry heat sterilization 
processes, steam formaldehyde, vapor-phase hydrogen peroxide, peracetic acid, 
gas plasma and steam heat sterilization processes. To provide the maximum 
flexibility to the indicator composition the amount of amine-terminated catalyst 
in the composition alters the condition which causes the ink to detectably 

20 change. Sterilization processes which can pose vastly different sterilization 
parameters are all testable according to the invention as the ink can be modified 
to adjust reactivity patterns. 

Another embodiment of the invention is directed to a method for 
detecting a local environmental condition. An article is marked with an 

25 indicator ink conq>osition. Marking can be performed by fixing the indicator ink 
con9)05ition directly to the article or to an object attached to the article. After 
a period of time, periodically as a quality check or after exposure to an uncertain 
set of conditions such as may occur in transportation, the indicator ink of the 
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marked article is examined for a piedetermiDed detectable change. That change 
signals to a monitor, which may be a person or an automated detector device, 
that a predetermined event has or has not occurred. Preferable color changes arc 
from a shade of blue or greoi to a shade of red or violet, or from a light color 
5 such as yellow, tan or white to a dark color such as orange, black or gray. A 
detectable chaise can be observed visually and indicates that the article had been 
subjected to, for example, appropriate past«irizing conditions, and thus 
pasteurized, a harmful ten4)erature change or storage for an extended period of 
time. 

^® Automated devices used to detect such changes may include 

computer and computer software and may be integrated into the machinery of 
manufacturing, packaging, transportation or storage. The article may be one or 
more samples from an assembly line such as used in packaging food products, 
agricultural products, perishable chemicals, electrical devices, biologically- 

15 derived substances or pharmaceuUcals. Typical food products which need to be 
monitored include beverages such as soda, wine and beer, dried and fresh fruits 
and vegetables, dairy foods and meats and poultry. Using the methods of the 
invention, harmful conditions that can occur during manufacnire, transportation 
or storage can be easily determined. 

^ The following experiments are offered to illustrate embodiments 

of the invention, and should not be viewed as limiting the scope of the invention. 

Example! Pferformanpe Snecifipatinn^ 

Indicator ink compositions can be altered to react in response to 
15 a desired condition or set of conditions. Compositions were tested against 
different performance q)ecifications. Performance specification chosen for 
presentation is the International Standards Organization QSO) guidelines for 
Caiemical Indicators (11 140-1). Exposures occurred using a Biological Indicator 
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Evaluator Resistometer (BIER) vessel to assure critical control of sterilization 
conditions. 

For steam sterilization process indicators there are three 
performance specifications defmed as follows: 
5 Dry Heat DweU - After exposure to a previously stabilized condition of dry 

heat at 140X ± 2**C for 30 minutes ± 1 minute, the 
indicator shall show either no change or shall show a 
change that is markedly different from the change 
occurring after exposure to a steam sterilization process, 

10 Lower Window - The endpoint indicating exposure to a steam sterilization 

process shall not occur until the indicator has been 
exposed to saturated steam for not less than 3 minutes at 
live +3/-0 K (i.e., 3 degrees higher or 0 degrees 
lower) or 30 secomis at 134**C +3/-0 K, and 

15 Upper Window - The indicator shall provide clear visual evidence of 

exposure to the process after being subjected to dry 
saturated steam for not more than 10 minutes at 121 ""C 
+3/-0 K, and not more than 2 minutes at 134**C +3/-0 
K. 

20 For ethylene oxide sterilization process indicators there are three 

performance specifications defmed as follows: 

Humidity Dwell - After exposure to W C ± 2 K at greater than 85% RH 

for not less than 90 minutes, the indicator shall show 
either no change or a change that is markedly different 
2^ from the change occurring after exposure to the ethylene 

oxide sterilization process. 
Lower Window - The endpoint indicating exposure to an ethylene oxide 

sterilization process shall not occur until the indicator has 
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been exposed to 600 ± 30 mg/1 ethylene oxide and 60 ± 

10% RH at 30° C ± 1 K for not less than 5 minutes, and 
Upper Window - The endpoint indicating exposure to an ethylene oxide 

sterilization process shall occur when the indicator has 
5 been exposed to 600 ± 30 mg/1 ethylene oxide and 60 ± 

10% RH at 30'C ± 1 K for a period not exceeding 30 
minutes. 

WhUe there are a variety of classes of chemical indicators that the 
ISO documem defines, the above class of process indicators is used only for 
10 purposes of aiustrating the flexibUity of indicator compositions in meeting a 
wide variety of perfoimance specifications (such as ISO and AAMI - Association 
for Advancement of Medical Instrumentation). 

^«™P»e 2 Indicator Ink roinno.ition v^Mm ^ 

An indicator ink composition was formulated by mixing the 
15 following ingredients into a dispersion; 



20 



43.5% 


BKUA 2370 


37.8% 


Purified Water 


13.1% 


Titanium Dioxide 


3.2% 


E-3358 Polyamide Curing Agent 


1.1% 


Sodium Laurel Sulfate 


1.0% 


Janus Green B 


0.3% 


Thickener (cellulosic) 



The fluid ink dispersion was printed ushig a flexographic printing 
press onto coated and uncoated lithographic paper stock, onto coated and 
25 uncoated clear polyester and onto a pharmaceutical lithographic substrate. Tbc 
composition was thixotropic in nature with a Brookfield viscosity of 3.000 cps 
and presented an acceptable dry time. Indicators printed using this fonnulation. 
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when exposed to the ISO parameters defined for the Dry Heat Dwell, underwent 
transition in color from the initial blue green color to a shade of brown. When 
the conqx>sition was exposed to the parameters associated with the Lower 
Window it did not change from the initial blue green color. Indicators printed 

5 using this formulation, when exposed to the ISO parameters defined for the 
Upper Window, also did not change from the initial blue green color. Indicators 
printed using compositions of this formulation and exposed to the ISO 
parameters defined for the Upper Window, but for a length of 45 minutes, 
underwent transition from the initial blue green color to the violet signal color. 

10 Example 3 Indicator Ink Composition Formulation B. 

An indicator ink composition was formulated by mixing the 
following ingredients into a dispersion; 



41.0% 


BKUA-2370 


36.2% 


Purified Water 


10.2% 


E-3358 Polyamide Curing Agent 


10.1% 


Titanium Dioxide 


1.2% 


Sodium Laurel Sulfote 


1.0% 


Janus Green B 


0.3% 


Thickener (cellulosk:) 



20 The above formulation was printed in the same way on the same 

substrates as was the composition of Example 2. Indicators printed using the 
composition of this formulation performed exactly as described above for the 
Dry Heat Dwell aiKl the Lower Window, but when exposed to the conditions 
q)ecified inlSO for the Upper Window the indicators underwent transition frcm 

25 an initial blue green color to violet signal color. 

The performance of formulations A and B demonstrate that an 
indicator's response to a given sterilization cycle can be controlled by altering 
the concentration of the polyamide curing agent. 
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Example 4 Indicator Ink Compositinn Fonnulation C 

An indicator ink composition was fonnulated by mixing the 
following ingredients into a dispersion; 



5 



10 



42.7% 


ULTREX 49 Soya Based Varnish 


18.0% 


ULTREX 33 Soya Based Varnish 


13.0% 


Titanium Dioxide 


9.2% 


Ethanol 


9.8% 


Magie 47 Lithographic Oil 


5.0% 


E-3358 Polyamide Curing Agent 


1.0% 


Cobalt Octoate (drier) 


0.6% 


Janus Green B 


0.7% 


Manganese Octoate (drier) 



The above composition resulted in a paste and was intended for 
use with an offset letter press and was printed onto both a coated and an 
uncoated lithographic paper stock, onto a coated and an uncoated clear polyester 
and onto a pharmaceutical lithographic substrate. When exposed to the three 
ISO cycles for steam process indicators, the indicators printed using this 
formulation performed exactly as those of Example 2. When the two phenol- 
formaldehyde resins were decreased by 5% total (or 2.5% each) and the 
polyamide curing agent increased by 5% the resulting composition was printed 
onto the same substrates and exposed to the three ISO BIER vessel cycles. 
These altered indicators satisfied the requirements set forth by all three ISO 
specifications for steam sterilization process indicators. 

Indicator ink compositions may be formulated for the offset letter 
press. The inclusion of the phenol-formaldehyde resin component, polyamide 
curing agent, and dye into an oil based varnish in no way diminishes the 
performance of the indicator composition in the pot, on the press or printed on 
substrate. 
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Example 5 Indicator Ink Composirion Formulation n 

An indicator ink conqwsition was formulated by mixing the 
following ingredieitts into a dispersion; 

36.6% Purified Water 

5 33.4% BKUA-2370Phenol-Fbimaldehyde 

Resin 





10.2% 


E-3358 Polyamide Curing Agent 




9.2% 


Titanium Dioxide 




3.6% 


Thickener (associative) 


10 


3.0% 


Dowanol PNP 




1.1% 


Citric Acid 




1.1% 


Sodium Laurel Sulfate 




1.0% 


2,6-Dinitrophenol 




0.5% 


Janus Blue 


15 


0.3% 


Potassium Iodide 



The above fluid composition is a dual steam/ethylei^ oxide 
sterilization indicator composition. The conq>osition was priinted using a roto- 
gravure printing press onto coated and uncoated lithographic paper stock, onto 
coated and uncoated clear polyester and onto a phannacratical lithographic 
20 substrate. Viscosity was measured in a number 3 Zahn cup. At 27 seconds the 
viscosity was 850 cps* When the printed indicators were exposed to the three 
parameters ISO defines for a steam sterilization process indicator they passed all 
the requirements and displayed an initial color of blue and a signal color of 
violet. 

25 These printed indicators also satisfied ISO specifications for an 

ethylene oxide sterilization process indicator. During the Humidity Dwell, the 
indicators remained their initial blue color. Following exposure to condition of 
the Lower Window, the indicators again remained their initial color of blue. 
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Following exposure to the conditions of the Upper Window, the indicators 
underwent transition to a green signal color. This demonstrates the possibility 
of a formulation of a dual steam/ethylene oxide indicator composition capable 
of responding in different ways to different sterilization cycles. The distinctive 
endpoints associated with each sterilization process can be used to differentiate 
the specific process to which the sterilization indicator had been exposed. 
Furthermore, the sensitivity of the indicator to either the steam or the ethylene 
oxide sterilization cycle can be altered to meet performance objectives associated 
with each different sterilization process. 

Other embodiments and uses of the invention will be apparent to 
those skilled in the art from consideration of the specification and practice of the 
invention disclosed herein. The specification and examples should be considered 
exemplary only with the true scope and spirit of the invention indicated by the 
following claims. 
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We Claim: 

1 . An indicator ink comprising a dispersion of phenol-formaldehyde resin 
in water, at least one colorant and an amine-terminated catalyst. 

2. A thermotropic indicator ink comprising a dispersion of phenol- 
5 formaldehyde resin in water, at least one colorant and an amii^-terminated 

catalyst wherein said resin has a molecular weight of less than 1000. 

3. A thermotropic indicator ink con^rising a dispersion of phenol- 
formaldehyde resin in water, at least one colorant and a polyamide cwing agent 
wherein said resin has a molecular weight of less than 1000. 

10 4. An indicator ink conqprising a dispersion of phenol-formaldehyde resin 
in water, at least one colorant and an amine-terminated catalyst wherein 
sensitivity to a sterilization parameter is adjustable. 

5. The indicator ink of claims 1, 2, 3 or 4 which has a thermotropic 

property which is adjustable. 
15 6. The indicator ink of claim 5 wherein the thermotropic property is 

adjusted by altering the concentration of the polyamide curing agent in relation 

to the concentration of the phenol-formaldehyde resin. 

7. The indicator ink of claims 1 , 2, 3 or 4 wherein the phenol-foraialdehyde 

resin is stabilized with a coating. 
20 8. The indicator ink of claim 7 wherein the coating is a non-ionic colloid. 

9. The indicator ink of claim 8 wherein the non-ionic colloid is a polyvinyl 
alcohol or an acrylic. 

10. The indicator ink of clahns 1 , 2, 3 or 4 wherein the phenol-formaldehyde 
r^in is cross-linked on exposure to a temperature of greater than about ISO'^C. 

25 11. The indicator ink of claims 1 , 2, 3 or 4 wherein the phenol-formaldehyde 
resin is an alkaline catalyzed phenolic resin. 
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12. The indicator ink of claims 1 , 2, 3 or 4 wherein the at least one colorant 
is present at between about 0.5% to about 5% of the total weight of the 
composition. 

13. The indicator ink of claims 1, 2 or 4 wherein the amine-teiminated 
5 catalyst is a polyamide curing agent. 

14. The indicator ink of claims 3 or 13 wherein the polyamide curing agent 
has an amine value between about 100 to about 400. 

15. The indicator ink of claims 3 or 13 wherein polyamide curing agent is 
present at between about 0.5% to about 13% of the total weight of the 

10 composition. 

16. The indicator ink of claims 1 or 4 wherein the phenol-formaldehyde resin 
has a molecular weight of less than 1000. 

17. The indicator ink of claim 4 wherein the sterilization parameter is 
temperature, pressure, radiation, time, concentration of sterilant or a 

15 combination thereof. 

18. The indicator ink of claims 1. 2, 3 or 4 wherein the at least one colorant 
comprises one or more dyes selected from the gix>iq> consisting of reactive dyes 
and extractable dyes. 

19. The indicator ink of claim 18 wherein the reactive dye is selected from 

20 Regroup consisting of substituted phena2ines.diazotized products of safranine 
and quinine oximes. 

20. The indicator ink of claim 18 wherein the extractable dye is selected from 
the group consisting of aniline dyes, sodhim sulfonate salts of triphenyl methane 
dyes and sodium sulfonate salts of induline. 

25 21. The indicator ink of claims 1, 2. 3 or 4 further comprising a non- 
extractable dye. 

22. The indicator ink of claim 21 wherein the non-extractable dye is a 
phenylsafranine dye. 
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23. The indicator ink of claims 1, 2» 3 or 4 further comprising one or more 
iqgredients selected from the group consisting of electrolytes, defoaming agents, 
dispersing agents, drying agents, opacifiers, rheology modifiers, slip additives, 
surfactants and viscosity increasing agents. 

5 24. An article comprising a surface to which has been fixed a thermotropic 
ink conq>osition containing a dispersion of phenol-foraialdehyde resin in water, 
at least one colorant aiKi an amine-tenninated catalyst. 

25. The article of claim 24 which is selected from the group consisting of 
plastics, glass,, paper, cardboard, wood, ceramics, metals and combinations 

10 thereof. 

26. The article of claim 24 which is a packaging material, an adhesive tape 
or a container. 

27. The article of claim 24 wherein the ink composition is fixed by drying 
to said surface. 

15 28. A sterility indicator conq>rising an article having affixed thereto an 
indicator ink conq)osition containing a dispersion of phenol-formaldehyde resin 
in water, at least one colorant and an amine-terminated catalyst. 
29. The sterility indicator of claim 28 wherein the indicator ink conqx>sition 
undergoes a visible color change when exposed to predetermined conditions. 

20 30. The sterility indicator of claim 28 wherein the indicator ink composition 
is affixed to a surface of the article by drying. 

31 . The sterility indicator of claim 28 wherein the substrate is selected from 
the groiq> consisting of paper, plastic, glass, cardboard, wood, ceramics, metals 
and combinations thereof. 
25 32. The sterility indicator of claim 28 further comprising a biological 
indicator of sterility conq>rising a spore or an enzyme sample. 
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33. A method for detennining the effectiveness of a sterilization process 
comprising the steps of: 

a) fixing an indicator ink composition containing a dispersion of 
phenol-foimaldehyde resin in water, at least one colorant and an 

5 amine-terminated catalyst, to an article; 

b) subjecting said article to a set of sterilizing conditions; and 

c) examining the indicator ink of the article for a detectable color 
change. 

34. The method of claini 33 wherein the sterilization process is selected from 
10 the group consisting of steam, diy heat, ethylene oxide, steam fonnaldehyde. 

vapor phase hydrogen peroxide, peracetic acid and gas plasma sterilization 
process. 

35. The method of claim 33 wherein the indicator ink is fixed by drying said 
ink composition to a surface of said article. 

15 36. The method of claim 33 wherein the indicator ink is fixed to an object 
attached to a surface of the article. 

37. The method of claim 33 wherein the indicator ink composition is 
thennotropic. 

38. The method of claim 33 wherein vaiying the amount of amine-terminated 

20 catalyst in die cons)ositionaItenj the set of steriliziAg conditions wWch caused^ 
ink to detectably change. 

39. A metiiod for detecting exposure to a predetermined environmental 
condition c(»nprising the steps of: 

a) marking an article witfi an indicator ink composition containing 
* dispersion of phenol-formaldehyde resin in water, at least one 
colorant and an amine-terminated catalyst; and 
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b) examining tt^ indicator ink of the marked article for a detectable 
change after exposure to the environmental condition. 

40. The method of claim 39 wherein the predetermined environmental 
condition is selected from the group consisting of a temperature, a pressure^ a 

5 humidity level, the presence or abseiK:e of specific chemicals and combinations 
thereof. 

41 . The method of claim 39 wherein the article is a manufactured product, 
a pharmaceutical, a food product, an electrical device or a packaging material. 

42. The method of claim 39 wherein the detectable change is a color change. 
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